WORLD INTELLECTUAL PROPERTY ORGANIZATION 
International Bureau 




PCT 

INTERNATIONAL APPLICATION PUBLISHED UNDER THE PATENT COOPERATION TREATY (PCT) 



(51) International Patent Classification 6 : 
A61F 13/46, B32B 3/24 



Al 



(11) Internationa) Publication Number: 
(43) International Publication Date: 



WO 96/10979 

18 April 1996(18.04.96) 



(21) International Application Number: PCT/US95/ 13028 

(22) International Filing Date: 5 October 1995 (05.10.95) 



(30) Priority Data: 

TO94A000799 



7 October 1994 (07.10.94) 



IT 



(71) Applicant (for all designated States except US): THE PROC- 

TER & GAMBLE COMPANY [US/US]; One Procter & 
Gamble Plaza, Cincinnati, OH 45202 (US). 

(72) Inventor; and 

(75) Inventor/Applicant (for US only): PALUMBO, Gianfranco 
PT/DE]; Georgenfeld 7, D-41348 Bad Homburg (DE). 

(74) Agents: REED, T., David et al.; The Procter & Gamble 
Company, 5299 Spring Grove Avenue, Cincinnati, OH 
4521? (US). 



(81) Designated States: AM, AU, BB, BG, BR, BY, CN, CZ, EE, 
FI, GE. HU, IS, JP. KE, KG, KP. KR, KZ, LK. LR, LT, 
LV, MD, MG, MK, MN, MX, NO, NZ, PL, RO, RU. SG, 
SI, SK, TJ. TT, UA, US, UZ, VN. European patent (AT, 
BE, CH, DE, DK, ES, FR, GB, GR, IE, IT, LU, MC, NL, 
PT, SE). OAPI patent (BF t BJ, CF. CG, CI. CM, GA, GN, 
ML, MR, NE, SN, TD, TG), ARIPO patent (KE, MW, SD. 
SZ, UG). 



Published 

With international search report. 



(54) Title: COVER SHEET FOR AN ABSORBENT PRODUCT 

30 




(57) Abstract 

A coversheet is provided for covering an absorbent body of an absorbent sanitary article. The coversheet is elastic in at least one 
direction and has perforations (30) which extend therethrough. It comprises: an upper layer (36) intended to face outwardly of the absorbent 
body and comprising a non-woven fibrous material; an intermediate layer comprising an elastic film (It); and a lower layer (32) intended 
to face inwardly towards the absorbent body and comprising a non-woven fibrous material. The upper and lower layers are connected to 
the intermediate layer substantially only around the perimeters of the perforations (38). 



FOR THE PURPOSES OF INFORMATION ONLY 



Codes used to identify States party to the PCT on the front pages of pamphlets publishing international 
applications under the PCT. 

United Kingdom 
Georgia 
Guinea 
Greece 
Hungary 
Ireland 
Italy 
Japan 
Kenya. 
_-Kyrgysian_ 



AT 


Ausizia . 


GB 


AU 


Australia 


GE 


BB 


Barbados 


GN 


BE 


Belgium 


GR 


BF 


Burkina Faso 


HU 


BG 


Bulgaria 


IE 


BJ 


Benin 


IT 


BR 


Brazil 


JP 


BY 


Belarus 


KE 


-CA— f 


-Canada - - - — — 


KG 


cr 


' Central African Republic 


KP 


CG 


Congo 




CH 


Switzerland 


KR 


a 


Cdte d'lvoire 


KZ 


CM 


Cameroon 


U 


CN 


China 


LK 


CS 


Czechoslovakia 


LU 


CZ 


Czech Republic 


LV 


DE 


Germany 


MC 


DK 


Denmark 


MD 


ES 


Spain 


MG 


FI 


' Finland 


ML 


FR 


France 


MN 



Democratic People's Republic . 
of Korea 

Republic of Korea 

Kazakhstan 

Liechtenstein 

Sri Lanka 

Luxembourg 

Latvia 

Monaco 

Republic of Moldova 

Madagascar 

Mali 

Mongolia 



MR 


Mauritania 


MW 


Malawi' 


NE 


Niger 


NL 


Netherlands 


NO 


, Norway 


NZ 


New Zealand 


PL 


PoUnd 


FT 


Portugal 


RO 


Romania 


RU 


_ Russian Federation 


SD 


Sudan 


SE 


Sweden 


SI 


Slovenia 


SK 


Slovakia 


SN 


Senegal 


TD 


Chad 


TG 


Togo 


TJ 


Tajikistan 


TT 


Trinidad and Tobago 


UA 


Ukraine 


US 


United States of America 


uz 


Uzbekistan 


VN 


Vict Nam 



-GA —Gabon 



WO 96710979 



PCI7US95/130M 



1 

COVERSHEET FOR AN ABSORBENT PRODUCT 

This invention relates to' a coversheet for an 
absorbent product, more particularly for sanitary 
products, such as sanitary towels, diapers, and sanitary 
pads for adults. Such products, which are intended to 
absorb and retain body fluids such as menstrual fluids, 
urine and blood, are in common use as disposable 
products, that it is to say, products intended to be 
thrown away after use. 

Such products typically comprise an absorbent 
core of porous material which can absorb and retain a 
large quantity of fluid. The core can be regarded as 
having a top face intended to face the body of the user, 
and a back face intended to face the external 
environment. The absorbent core almost always has a 
sheet which covers the top face, and is referred 
conventionally and herein as a topsheet, and generally, 
though not always, it has a further coversheet which 
covers the back face and is referred to conventionally 
and herein as a backsheet. The topsheet must be 
fluid-permeable, to allow body fluids to pass 
therethrough into the absorbent core. For this purpose 
it is known, for example to provide perforations in the 
topsheet. The present invention is concerned with a 
novel form of topsheet. 
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Until recent years, all, or at least 
substantially all, absorbent products for sanitary use 
were substantially or wholly inelastic. However, in 
more recent times it has been appreciated that it would 
be advantageous for * at least some types of absorbent 
sanitary product to be elastic. Our copending 
application entitled [here insert title of DR51], filed 
on the same date as the present application, describes 
one such absorbent product, the preferred embodiments of 
which are in the form of pantiliners. 

One of the problems which can arise in 
constructing such an absorbent product is in the 
provision of a suitable topsheet. At least in some 
forms of elastic absorbent product the topsheet itself 
may need to be elastic, and it is believed that at 
present no suitable elastic topsheets are available. It 
is an object of the present invention to remedy this. 

In EP-A-2 07904 there is described a covering 
sheet for covering an absorbent body of an absorbent 
sanitary article, the said structure having perforations 
which extend therethrough and comprising an upper layer 
intended to face outwardly of the absorbent body and 
comprising a non-woven fibrous material, an intermediate 
layer comprising a film, and a lower layer intended to 
face inwardly towards the absorbent body and comprising 
a non- woven fibrous material. It has been found that 
an elastic topsheet can be made following a modified 
form of the teachings of EP-A-207904,. replacing the 
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intermediate layer used therein with an elastic film. 
This is surprising, since the process for. joining the 
three layers together would have been expected, prima 
facie , to result in the elastic film no longer being 
able to exhibit its elastic properties, as a result of 
its connection on both sides to the fibrous layers. 
However, it has been found the process described in 
EP-A-207904 can be modified so that it does not in fact 
have this effect. The modification has the effect that 
the upper and lower layers are connected to the 
intermediate layer substantially only around the 
perimeters of the perforations, and this permits the 
elastic film to continue to exhibit its elasticity in at 
least one direction. 

Thus, according to the present invention there 
is provided a covering structure for covering an 
absorbent body of an absorbent sanitary article, the 
said structure having perforations which extend 

therethrough a nd being elastic in at least one 

direction, the structure comprising: 

(a) an upper layer intended to face outwardly of the 
absorbent body and comprising a non-woven fibrous 
material; 

(b) an intermediate layer comprising an elastic film; 
and 

(c) a lower layer intended to face inwardly towards the 
absorbent body and comprising a non-woven fibrous 
material; the upper and lower layers being connected to 
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the intermediate layer substantially only around the 
perimeters of the perforations. 

The upper and lower layers may be formed of 
non- woven webs in which the individual fibres are 
aligned with one another to a substantial extent. Where 
that is so, the topsheet will be elastic ~iiT a direction 
transverse to the direction of alignment of the fibres, 
but substantially inelastic in a direction parallel to 
the direction of alignment. It follows from this that 
one cannot have the upper and lower layers with 
directions of alignment which are perpendicular to one 
another, since then the resulting topsheet would be 
substantially inelastic. On the contrary, one would 
normally have the directions of alignment the same in 
the upper and lower layers. If the fibres in either or 
both of the upper and lower layers are randomly oriented 
there will be some elasticity in all directions, but 
much less than the elasticity obtained when the fibres 
are oriented. It will be appreciated that there are 
intermediate "possibilities between the " two extremes of 
complete orientation and complete randomness, and that 
these will give intermediate amounts of elasticity and 
greater or lesser differences between the amount of 
elasticity in different directions. 

The materials used for the upper and lower 
layers can be the same as those described in 
EP-A-207904, though they need not be. Thus, for 
example, both layers may be made of carded fibres, and 
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th se may be, for example, polypropylene fibres or 
two-component fibres sold under the name CHISSO ES by 
the Japanese company Chisso. The upper and lower layers 
may be hydrophobic, hydrophilic, or have at least one 
region which is hydrophobic and at least one region 
which is hydrophilic. 

The material used for the elastic film is 
preferably based on a thermoplastic elastomer, and 
suitable materials include styrenic block copolymers 
(such as styrene-butadiene-styrene, 

styrene-isoprene-styrene, styrene-ethylene 
butyl ene-styrene and styrene-ethylene propylene-styrene 
copolymers), elastomeric polyurethanes, polyester and 
polyether elastomers and copolymers thereof, 
polyester-amides, poly-ether-ester amides and ionomers 
(polymeric materials in which chains are linked by ionic 
interactions) . Other suitable materials include blends 
of or a polyolefin material (such as polypropylene, 
polyethylene, and copolymers thereof, in pa rticular 
polyethylene vinyl acetate) with a rubber such as EPR or 
SBR rubber. 

The film preferably has a thickness of from 8 
to— 100 pm, more preferably not more than 70 urn, and 
still more preferably from 30 pm to 50 pm. However, a 
still thinner film, having a thickness of, say 15-30 pm 
may be desirable. One particular film which can be used 
is that sold by the Exxon Chemical Corporation as EXX 
500. This is available in a thickness of 50 pm. These 
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values refer to the true thickness of the film. If an 
embossed film in used it may have a much greater 
apparent thickness, say 500 pm, including the 
embossings. 

Referring now to the accompanying drawings: 
Figure 1 illustrates diagrammatically a method 

of manufacturing a topsheet according to the present 

invention; 

Figure 2 is a stress-strain curve for an 
embodiment- of topsheet according to the invention; 

Figure 3 is a hysteresis diagram for the 
embodiment topsheet to which Figure 2 relates; 

Figure 4 is a hysteresis diagram for the 
elastic film used in that embodiment; 

Figure 5 is a photomicrograph showing a 
material according to the invention,, from below; 

Figure 6 is a photomicrograph, on a larger 
scale, showing a transverse section through the material 
of Figure 5; and 
____ " Figure^ 7 is a ~ perspective^' diagrammatic view 

showing substantially what appears in Figure 6. 

Referring in more detail to , Figure 1, this 
shows, schematically a device generally indicated 20, 
which comprises two cards 21, 22 each of which 
continuously ' supplies a web of polypropylene or other 
suitable fibres. The web supplied by the card 21 forms 
an upper layer 10 and th web supplied by the card 22 
forms the lower layer 12. 
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An elastic film intended to constitute an 
intermediate layer 11 , is unwound continuously from a 
reel, generally indicated 23. 

The webs 10 and 12 and the film 11 are fed 
towards two guide rollers 24 in a disposition such that 
the film 11 is interposed between the webs 10 and 12. 
The resulting assembly 5* is then directed to a 
perforating and bonding station, generally indicated 25, 
constituted by two counter-rotating superposed rollers 
26, 27 with parallel axes. The lower roller 27, which 
acts as a rotary support for the assembly 5 f , has a 
generally smooth surface. The upper roller 2 6, however, 
has teeth or projections arranged in an array 
corresponding to that of the perforations which it is 
wished to make in the eventual product 5. At least the 
roller 26 is heated to a temperature sufficient to cause 
partial melting of those fibres of the web 10 into which 
it comes into contact. 

The teeth or projections of the roller 26 
penetrate the strip 5. This serves simultaneously to 
form the above mentioned perforations in the strip, and 
to effect thermal bonding of the film 11 to the webs 10 
and— 12. This takes place by virtue of the fact that 
fibres from web 10 are forced into the perforations, 
where they are bonded to the film 11 and, in some cases, 
to the web 12. Also material from the film 11 is forced 
into the web 12 and thermally bonded thereto. The 
bonding is a result partly of th heat from the teeth, 



WO 96/10979 



PCMJS95/13028 



8 

and partly from the pressure which they apply. Bonding 
between the film 11 and the webs 10 and 12 the takes 
place only at the edges of the perforations. The effect 
of this limited bonding is that the' elastic film is abl 
to continue to manifest its elasticity is a direction 
transverse to the orientation of the fibres of the web 
10. This means that/ as already mentioned, the eventual 
product has maximum elasticity when the fibres in the 
web 10 are all aligned with one another, the fibres in 
the web 12, are all aligned with one another, and the 
fibres in web 10 are aligned with those in web 12. 

Further details of the structure according to 
the invention can be seen in Figures 5, 6 and 7. Figure 
5 shows a square array of perforations 30 and fibres 32 
of the lower fibrous layer. Also visible in Figure 5, 
around the perimeter of each of the perforations 30, are 
portions of the intermediate elastic film 11, which have 
been forced into the perforations in the course of 
manufacturing the structure. The transverse section of 
Figure 6, which is taken along a line passing through 
one of the perforations 30, shows the fibres 32, the 
film 11, and fibres 36 of the upper fibrous layer . 
Figure 7 shows substantially what is in Figure 6, but in 
a simplified, diagrammatic form. Reference numeral 38 
indicates the area around the perimeter of each of the 
perforations 30 where the fibrous layers and elastic 
film are bonded together. 
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The size and spacing of the above mentioned 
perforations can be chosen according to the intended use 
of 'the product. However, it has been found appropriate 
to have the perforations arranged in a square array with 
approximately 7 perforations per linear cm in each 
direction (i.e. 49 perforations per cm 2 ), with each 
perforation being square and having a side length of 
about 0.7mm. However, it must be emphasised that other 
arrangements and sizes of perforations can be employed. 
Some are described in EP-A-207904, referred to above, to 
which attention is directed for details. 

One embodiment of the topsheet according to 
the invention will now be identified in more detail by 
way of example. This comprises upper and lower webs 10 
and 12 respectively, both made of polypropylene carded 
fibres of 1.7 dtex. The upper web has a basis weight 
which is higher than the basis weight of the lower web 
in a ratio of 1.2 :1, with the combined basis 

weights of the two webs being 30 g/m 2 . The film 11 is a 
thermoplastic, elastomeric, styrenic block copolymer 
based film, 40 pan thick and with a basis weight of about 
35 g/m 2 , available from Exxon Chemical Corporation under 

the— name— EXX— 5001 The "overall basis weight of the 

material is therefore approximately 65 g/m 2 . 
Perforations are formed therein in a square array, with 
the sides of each perforation having a length of 
approximately 0.7mm, and with the spacing between the 
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centres of adjacent perforations being approximately 
1 .4mm. 

It will be understood that various 
modifications may be made to the embodiment just 
described. For example, the webs 10 and 12 may be made 
of fibres having some other diameter (as an example, 2.2 
dtex fibres have also been used and found to be 
acceptable, though the results given by the 1.7 dtex 
were superior) . Also, the ratio of the basis weight of 
the upper web to the basis weight of the lower web may 
have a value other than 1.2 :1, though it preferably is 
in the range 1.1 : 1 to 2 : 1 . 

The graph shown in Figures 2 to 4 relate to 
the embodiment just described. Figure 2 shows the 
percentage elongation achieved whein a given force is 
applied to a rectangular sample of thei material. The 
force is expressed as the force in N divided by the 
width of the sample, in inches, i.e. the distanc 
transverse to the direction of application of the force. 
This shows that it was possible to elongate the material 
by an amount at least equal to its own length, without 
breaking it, and with the application of only a modest 
force. 

Figure 3 shows the result of carrying out a 
hysteresis test on a sample of the embodiment. This was 
stretched three times to elongate it by 40% each time, 
with the fore being relaxed between each elongation to 
0.05 N/inch. This graph shows that the force required 
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to achieve 40% elongation varied very little from one 
elongation to the next, and that the amount of set (i.e. 
permanent elongation) produced by three elongations was 
less than 10%. 

Figure 4 shows the results of carrying out a 
test similar to Figure 3, but on the elastic film 
itself. Comparison of Figures 3 and 4 shows that the 
elongation produced by a force of lN/inch drops from 
about 40% to about 25% in going from the film by itself 
-to the elastic product incorporating the film. This is 
a remarkably small drop bearing in mind that in the 
elastic product the elastic film is bonded to two quite 
substantial non-elastic webs. 

The tests illustrated in Figures 2 to 4 were 
all carried out on samples 50mm in length and 25.4mm in 
width, and elongation was carried out at lOOmm/min. 

Tests were carried out to compare the 
rewetting behaviour of two forms of coversheet according 
to the present invention (one with hydrophilic upper and 
lower webs, and the other with hydrophobic upper and 
lower webs) with the corresponding two forms of 
coversheet according EP-A-207904. 

Irr _ a -j-]— ca s es ~the" f ibr^"of "the" up^r 'Yhd lower 
webs were of polypropylene. The coversheet according to 
EP-A-207904 had a non-elastic central film of . a 
polyolefin material. The results of the tests are given 
in the following table, which also gives the thickness 
of the samples under a pressure of 20g/m 2 . 
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Thickness 



Rewetting 



(under 20g/m 2 pressure) 

Hydrophilic Coverstock 0.41 mm 1.39 g 

Hydrophilic Elasticated 

Coverstock 0.37 mm 1.02 g 

Hydrophobic Coverstock 0.41 mm 0.03 g 

Hydrophobic Elasticated 

Coverstock 0.35 mm 0.04 g 



The tests shows that the use of an elastic 
film as opposed to a non-elastic film has no significant 
effect on the rewetting behaviour of the coversheet. 

Details of the method used for carrying out 
the rewetting test, and of the synthetic urine used in 
the test are given below. 

Rewetting 

The product is placed on an impermeable 
surface, and 2ml of synthetic urine is introduced into 
the product, which is then left for 5 minutes. Five 
sheets of absorbent paper, each having a weight of 
220g/m 2 are placed over the product, and a weight which 
exerts a pressure of 5.9 kPa on the portion of the 
product under the weight is placed thereon. The weight 
is left in position for 15 seconds. The amount of 
liquid absorbed by the absorbent paper is taken as the 
rewetting value. 
Synthetic urine 

The synthetic urine used was a solution, in 
distilled water of the following salts (in weight %) : 
Urea 2%, sodium chloride 0.9%, magnesium sulfate 



WO 96/10979 



PCT/US95/13028 



13 



(heptahydrate) 0.11%, calcium chloride (anhydrous) 
0.06%. 
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CLAIMS: 

1. ' A covering structure for covering an absorbent 
body of an absorbent sanitary ' article, the said 
structure having perforations which extend therethrough 
arid being elastic in at least one direction, the 
structure comprising: 

(a) an upper layer intended to face outwardly of the 
absorbent body and comprising a non-woven fibrous 
material; 

(b) an intermediate layer comprising an elastic film; 
and 

(c) a lower layer intended to face inwardly towards the 
absorbent body and. comprising a non-woven fibrous 
material; the upper and lower layers being connected to 
the intermediate layer substantially only around the 
perimeters of the perforations. 

2. A structure according to claim 1, wherein at 
"least *"one—of~th"e"~'upp , er- w and-"l t ower- 4 layers is formed of 

carded fibres. 

3. A structure according to c claim 1 or 2, wherein 
at least one of the upper and lower layers comprises 
polypropylene fibres. 
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4. A structure according to claim 1 or 2, wherein 
at least one of the upper and lower layers comprises 
bicomponent fibres . 

5. A structure according to any preceding claim, 
wherein at least one of the upper and lower layers is at 
least partly hydrophobic* 

6. A structure according to any preceding claim, 
wherein at least one of the upper and lower lawyers is at 
least partly hydrophilic. 

7. A structure according to any preceding claim, 
wherein the elastic film is based on a thermoplastic 
elastomer. 

8. A structure according to claim 7, wherein the 
said elastomer is a styrenic block copolymer. 

9. A structure according to claim 8, wherein the 
said copolymer is selected from the group consisting of 
styrene-butadiene-styrene, styrene-isoprene-styrene, 
"styrene-ethylene butylene-styrene and styrene-ethylene 
propylene-styrene copolymers. 

10. A structure according to claim 7, wherein the 
said elastomer is a polyurethane. 
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11- A structure according to claim 7, wherein the 

said elastomer is selected from the group consisting of 
polyesters, polyethers and copolymers thereof. 

12. A structure according to claim 7, wherein the 
said elastomer is selected from the group consisting of 
polyester-amides and poly-ether-ester amides. 

13. A structure according to claim 7, wherein the 
said elastomer is an ionomer. 

14. A structure according to claim 7, wherein the 
said elastomer is a blend of ethylene vinyl acetate and 
a rubber. 

15. A structure according to claim 7, wherein th 
said elastomer is a blend of a polyolefin and a rubber. 

16. A structure according to claim 15, wherein the 
polyolefin is selected from the group consisting of 
polypropylene, linear low density polyethylene, and 
polyethylene/polypropylene copolymers. 

17. A structure according to any preceding claim, 
wherein the elastic film has a thickness of not more 
than about 100 ym. 
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18- A structure according to claim 17, wherein the 

elastic film has a thickness of not more than about 70 



urn. 



19. 



A structure according to claim 18, wherein the 
elastic film has a thickness of from 30-50 urn. 
20. a structure according to claim 18, wherein the 

elastic film has a thickness of from 15-30 urn. 



21. An absorbent sanitary article provided with a 

covering structure according to any preceding claim on 
at least one face thereof. 



WO 96/10979 



PCT/US95/13028 



1/6 




SUBSTITUTE SHEET (RULE 26) 



WO 96710979 



PCIYUS95/13028 




PCT/US95/13028 



3/6 



8 




WO 96/10979 



PCTAJS95/13028 



4/6 




WO 96/10979 



PCJVUS95/13028 




SUBSTITUTE SHEET (RULE 26) 



WO 96/10979 



PCT/US95/13028 




SUBSTITUTE SHEET (RULE 26) 



INTERNATIONAL SEARCH REPORT 



International application No. 
PCT/US95/13028 



A. CLASSIFICATION OF SUBJECT MATTER 

IPC(6) ;A61F 13/46; B32B 3/24 

US CL :428/137,138; 604/378,383 
According to International Patent Classification (IPC) or to both national classification and IPC 



B. FIELDS SEARCHED 



Minimum documentation searched (classification system followed by classification symbols) 
U.S. : 428/137,138; 604/378,383 



Documentation searched other than minimum documentation to the extent that such documents are included in the fields searched 



Electronic data base consulted during the international search (name of data base and, where practicable, search term* used) 
aps: TOPSHEET(P) ELASTIC 



C. DOCUMENTS CONSIDERED TO BE RELEVANT 



Category 1 



Citation of document, with indication, where appropriate, of the relevant passages 



Relevant to claim No. 



Y 
A 



US, A f 5,188,625 (VAN ITEN) 23 FEBRUARY 1993, column 
4, lines 35-40. 

US, A, 5,037,416 (ALLEN) 06 AUGUST 1991, abstract. 

US, A, 4,657,802 (MORMAN) 14 APRIL 1987, column 2, 
lines 35-55. 

US, A 4,525,407 (NESS) 25 JUNE 1985, column 3, lines 5- 
15. 

US, A, 3,649,431 (PARKER) 14 MARCH 1972, column 2, 
lines 30-45. 

US, A, 4,780,352 (PALUMBO) 25 OCTOBER 1988, abstract. 



1-4 

1-4 
1-4 

1-4 

1-4 

1-4 



| Further documents are listed in the continuation of Box C. | | See patent family annex. 



•O' 
r 



Special categoric* of cited document! : 

document dermini the general stale of the an which m not considered 
to be of particukr relevance 

earlier, document published on or after the BternalionaJ filing date 

documeni which may throw doubtx 00 priority ckimU) or which m 
cited to establish the publication date of another citation or other 
1 (a* specified) 



document referral to an oral disclosure, use. exhibition or other 



document published prior lo the international filing date but later than 
the priority date claimed 



ktcr document published after the intern* liooaJ filing dale or priority 
dale and not b conflict w ith the application but cited to understand the 
principle or theory underlying the mvcaboo 

document of particular relevance; the claimed mvenuon cannot be 
considered novel or cannot be considered to involve an inventive step 
when the document t» taken alone 

document of particular relevance; the claimed invention cannot be 
considered to involve an inventive step when the 
combined with one or more other such documents, such combi 
being obvious to a person skilled in the an 

documeni member of the same patent family 



Date of the actual completion of the international search 
24 JANUARY 1996 



Date of mailing of the international search report 



01 FEB 1996 



Name and mailing address of the ISA/US 
Commissioner of Patents and Trademarks 
Box PCT 

Washington. D.C 20231 
Facsimile No. (703) 305*3230 



Authorized officer 

WILLIAM P. W ATKINS III 

Telephone No. (703) 308-2351 



Form PCT/ISA/210 (second sheet)(July 1992)* 



INTERNATIONAL SEARCH REPORT 



International application No. 
PCTAJS95/13028 



Tni. buermUonai report ha, no. been established in respect of certain claim, under Article 17(2)(.) for the following «*>«.: 

□ CUima Not.: . 
because they relate to subject maUxr not required to be searched by this Authority, namely: 



2 * O S^ie^yreUU to pa'm'of the' international application thai"do not wmpiy with" the prescri^i^uirtnicnu Co such 

an extent that no meaningful international search can be carried out, specifically: 



3 * S ^^^y : J'^U^ cU^ns and arc not drafted in accordance with the second and third sentences of Rule 6.4(a). 



Box 1 Observations where certain claim* were found unsearchable (Continuation of item 1 of first sheet) 



Box II Observations where unity of invention is lacking (Continuation of item 2 of first sheet) 



This 
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claims 
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4 n No required additional search fee. were timely paid by the applicant. Consequently, this international .earch report is 
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[ | No protest accompanied the payment of additional search fee*. 

Form PCT/1SA/210 (continuation of first sheet(l))(July 1992)* 



